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mer-handle when the face of the hammer is at rest on the face of the
head, or as near to this as it is practicable to get, the knee acting as
a gauge, rest and guide during the operation. We may now proceed
with the planishing. If the article is to he brown it is rubbed on the
outside with some Spanish brown, care being taken that none gets on
the inside. Wipe the inside with a clean rag; next flatten the bottom,
smoothing it first with a mallet, and make a faint mark with the com-
pass showing the size of bottom. On a clean, bright bottom-stake
planish the bottom with a small bottom-hammer, after which, on a
clean, bright head, commence at the bottom and take each course
around the body until the wiring edge is reached, then with a con-
cave smoothing-hammer smooth as much as is needed. Now put in
the wire, and after planishing the flap of the handle and chamfering
the edge of it with a hammer, rivet on the handle and finish the article
by cleaning.